RG104 E-1 Box 184 




Bureau of the Mint, 



Superintendent, U*S. Mint, 

Philadelphia, Pa. 

Sir:- 

I transmit herewith the Assayer»s report upon assay coins ta- 
hen from the first and two subsequent deliveries in each week at your 
Mint, during the Month of December, 1893, and forwarded for test as 
prescribed by the Regulations. 

The coins were found to be within the legal limits of tolerance. 


Respectfully yours. 



Director of the Mint. 
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RG104 E-1 Box 184 


TREASURY DEPARTMENT, 


BITKEA IT Oli' THIS M INT, 

Wmiim^ton, .. 









ASSAYEIi’S 



IT of te^ issued ut Mint of United States 
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(Ed. 8-2-'92—J,U0U.) T. B, 


Assay er. 





































































































RG104 E-1 Box 184 


TREASURY DEPARTMENT, 

BUREAU OF THE MIXT, 


Wmliin^torij ® .. ^ i^Q3. 

ASSAYER^3^{El^RT of te§t coin^ issued at Mint of United States 

189 ^ 3 . 



(Ed. 8-2-’92—1,000.) T. B. 


Assay er. 



































































































RG104 E-1 Box 184 


TREASURY DEPARTMENT, 


BUKKAr OF THE MINT, 


WaJiinciton^ W. .. 





ASSAYER’S REPO 



ooins jfSsiced at Mint of United States 
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Delivery. 
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RG104 E-1 Box 184 


TREASUBT DEPARTMENT, 

BUREAV OP THE mint. 


ASSAYEK’S 


’Wmlum/ton, S', (g., ... 


issued at Mint of United States 





(Ed. 8-^’92—1,000.) T. B. 


^ssayer. 





























































































NARA RG104, Entry 1, Box 184 


[Abstract:] Transmits Assayer’s Report upon Assay Coins for Dec. 1893. 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

December 29, 1893 

Superintendent, U.S. Mint, 

Philadelphia, Pa. 


Sir: - 


I transmit herewith the Assayer’s report upon assay coins taken from the first and two 
subsequent deliveries in each week at your Mint, during the Month of December, 1893, and 
forwarded for test as prescribed by the Regulations. 

The coins were found to be within the legal limits of tolerance. 

Respectfully yours, 

R.E. Preston 
Director of the Mint. 



NARA RG104, Entry 1, Box 184 


[Report One:] 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

December 29, 1893 

Assayer’s Report of test coins issued at Mint of United States at Philadelphia, in December, 
1893, Denomination H. Eagles. 



Weight. 


Fineness. 



No. of 
Delivery. 

Grains. 

Dec. 

Gold. 

Silver. 

Copper. 

93 

515 

84 

900.6 




515 

84 

900.3 



94 

515 

95 

900.5 




515 

98 

900.2 



95 

515 

84 

900 




515 

98 

900.2 



98 

515 

96 

900 




515 

94 

900.4 



99 

515 

90 

900.2 




515 

94 

900.3 



100 

515 

89 

900.2 




515 

84 

900.1 



Average... 

515 

89 

900.2 + 




Cabell Whitehead 
Assay er. 


(Ed. 8-2-’92-l,000.)T.B. 




NARA RG104, Entry 1, Box 184 


[Report Two:] 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

December 29, 1893 

Assayer’s Report of test coins issued at Mint of United States at Philadelphia, in December, 
1893, Denomination Dimes. 



Weight. 


Fineness. 



No. of 
Delivery. 

Grains. 

Dec. 

Gold. 

Silver. 

Copper. 













168 

38 

26 


900 



38 

33 




173 

38 

40 


899.3 



38 

70 








































Average... 

38 

42 


899.7 



Cabell Whitehead 
Assay er. 


(Ed. 8-2-’92-l,000.)T.B. 




NARA RG104, Entry 1, Box 184 


[Report Three:] 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

December 29, 1893 

Assayer’s Report of test coins issued at Mint of United States at Philadelphia, in December, 
1893, Denomination Quarters. 



Weight. 


Fineness. 



No. of 
Delivery. 

Grains. 

Dec. 

Gold. 

Silver. 

Copper. 

166 

96 

70 


899.1 



96 

95 




167 

96 

10 


899.1 



95 

55 




172 

96 

40 


899.8 



95 

95 








































Average... 

96 

27 


899.3 



Cabell Whitehead 
Assay er. 


(Ed. 8-2-’92-l,000.)T.B. 




NARA RG104, Entry 1, Box 184 


[Report Four:] 

Treasury Department, 

Bureau of the Mint, 

Washington, D.C., 

December 29, 1893 

Assayer’s Report of test coins issued at Mint of United States at Philadelphia, in December, 
1893, Denomination Half Dollars. 



Weight. 


Fineness. 



No. of 
Delivery. 

Grains. 

Dec. 

Gold. 

Silver. 

Copper. 







169 

193 

40 


899.6 



193 

60 




170 

193 

19 


900 



193 

83 




171 

191 

89 


899.8 



193 

12 


































Average... 

193 

17 


899.8 



Cabell Whitehead 
Assay er. 


(Ed. 8-2-’92-l,000.)T.B. 




